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IN THE CLAIMS 

The following claim set replaces all prior versions, and listings, of claims in the 
application; 

1. (Presently Amended) A branched polyabetal resin composition, comprising; 
100 parts by weight of a branched polyacetal copolymer (A) having an 
oxymethylene group $s the main repeating unit and having a 
branching unit represented by the following formula (1). wherein the 
branched c opolymer (A) is th^ copolvmerlzation reaction product of 
mO parts bv weiaht of trioxane (a-1). 0.001 to 10 parts bv weloht of 
a monfunctional qlvcidvl combound (a^2) selected from the group 
consistina of a qlvcidvl ether compound represented bvthe 
following formulae (W), (\\\) and IIV). and a olvcidvl ester compound, 
each having a molecular weight of 100 to 1000. and 0.1 to 20 parts 
bv weight of a cyclic ether compound (a-3) which is 
copolvmerizable with trioxane; selected from the group consisting of 
ethylene oxide. 13-dloxolian. idiethvlene givcol fomial and 1.4- 
butanediol formal, and 
0<5 to 40 parts by weight of at least one polymer (B) selected from the 

group consisting of the fdlJowing polymers (B-1) and (B-2), 
T polymer (B-1): a graft or block copolymer prepared from an 

/: ' 4 olefin -polymer (b-D and at least one 

J vinyl fi^olymer (b-2); and 

polymer (B-2): a mocjified olefin polymer in which an olefin 
I b pclym'er (b-3) is modified with at least one 

^ compound selected from the group 

^ consisting of an unsaturated carboxylic 

V acid« an unsaturated carboxylic acid 

anhydride and derivatives thereof, and/or 
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0. 1 to 5 parts by weight of a lubricarit (C), and wherein 
formulae nUW) are as follows: 

— (CH2)m-CH-(CH2)n— (1) 

R 

wherein m and n each Is an integer of 0 to 5; the sum of m + n Is 1 to 5; 
and R is a monovalent organic group having a numb e r avorago 
molecular weight of 40 to 1 000^ 



CH2-CH-CH2-0-H;(^ -J) (II) 
0 




wherein is a Ci.i;> alkvl group, a substituted allcvl group, an alkoxv 

arouD. an arvl oroup. a substituted arvf group or halogen: and n is 
an integer of 0 to 5 and, wheri n Is 2 or more, the R^s mav be the 
same or different: 



C^2-CH-CH2-0-R?-^(^^^ (HI) 
0 



wherein is a Cim alkvlene oroup.ia substituted alkvlene group or a 
polvalkvlene oxide glycol residue: R'^ is a Ci.i? glkvl group, a 
substituted alkvl group, an alkbxy group, ah arvl group, a 
substitut d arvl group or haloo n: and n is an Integ r of 0 to 5 and. 
when n is 2 or more, th R^s mav b th same or different: 
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CH2-CH-CH2-0^(R^-0)n"-R^ (IV) 



0 



wherein R"^ is a Cj^n alkvlene arou di n Is an Integer of 0 to 20: and is a 
C^,^ r ^ alkvl group, a C^ .-jn alkenvl group or an alkvnvr group. 

2. (Canceled) 

3. (Canceled) 

4. (Canceled) 

5. (Canceled) 

6. (Canceled) 

7. (Previoiusly Amended) The composition according to claim 1 , wherein the 
polymer (B-1) Is prepared from at least one olefin polymer (b-1) selected from the group 
consisting of polyethylene, polypropylene and an ethylene-propylene copolymer, and at 
least one vinyl polymer (b-2) selected from the group consisting of methyl 
polymethacrylate, an acrylonitrile-styrene copolym;er and polystyrene, 

8. (Previously Amended) The composition |according to claim 1 , wherein the 
polymer (B-2) Is a modified olefin polymer where 100 parts by weight of the olefin 
polymer (b-3) is modified with 0.1 to 20 parts by wjeight of rhaleic anhydride. 

9. (Previously Amended) The composition according to claim 1, wherein the 
polymer (8-2) is a modified olefin polymer where at least one olefin polymer (b-3) 
selected from the group consisting of polyethylene, polypropylene, an ethylene- 
propylene copolymer, an ethylene-ethyl acrylate copolymer and an ethyfene-methyl 
aery late copolymer, Is modified. 
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